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@ Smoldng article and filter therefor. 

@ A filter for a smoking article incorporating particles coated with platinum selectively reduces the 
amount of volatites of mainstream smoking article smoke passing through the filter. The platinum may 
be a continuous or discontinuous coating, usually on a coating of another metal, and this coating(s) wfll 
usually encapsulate the partide substrate. This substrate may be low activity activatad carbon. 
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This invention relates to snnoking articles such as cigarettes and filters for such articles. 
The invention is concerned with the inrtprovement of the filter in or for such an article by using platinum 
metal therein. 

A certain amount of prior art exists on the use of transition metals in filters of smoking articles. Most of it 
5 stresses the alleged catalytic effect of the presence of such metals and has concentrated on presenting those 
metals in as active a form as possible. 

Examples of this are seen in US-A-4 317 460 and in a paper of the Research Laboratories of Eastman 
Chemical Products entitled "Results of Experimental Work to Remove carbon monoxide from a mixture of oxy- 
gen and nitrogen by Use of Modified Cigarette Filters", publication of which appears to have occurred in March 
10 1978. 

These publications were concentrating on the removal of carbon monoxide by catalytic oxidation. In US- 
A-4 31 7 460 the supports used are microporous supports characteristic of catalysts, namely alumina or zeolites 
and the disclosure stresses the importance of distribution of the chosen metals throughout and within the sup- 
port material, and also the importance of the generation of activated surfaces by the crushing of pre-lmpreg- 
15 nated pellets. 

One of the metals mentioned is platinum but only in mixtures with other metals and especially in mixtures 
with rhodium, rhenium or tin. Such mixtures are intimate and as far as possible evenly distributed in the sup- 
ports. 

In the "Results of Experimental Work ..." paper the author studied the effects of various oxidative catalysts 
20 including manganese dioxide and palladium. The study concluded that the canrier was a controlling factor and 
showed that platinum gave about the same results as palladium when borne on alumina but when borne on 
other materials no activity was observed. 

In JP-B-82-011630 a cigarette filter has a layer of palladium or platinum supported on a composite of ce- 
ment and powdered activated carbon and covered by second and third layers of respectively further activated 
25 carbon and an oxidant. This filter is said to remove carbon monoxide and oxides of nitrogen from cigarette 
smoke. 

Thus the picture emerges of various elaborate and expensive suggestions for the catalytic manipulation 
of gaseous components of cigarette smoke in the filter by oxidation on transition metals. 

The present invention however provides an article where platinum is presented in a form which is not rec- 
30 ognised as particularly "active" but which is found to have an unexpectedly valuable and selective effect. 

According to the invention, a smoking article filter includes particles of granular substrate coated with pla- 
tinum metal thereon. The substrate may be carbon, a magnesium silicate such as Sepiolite (TM), or plastics, 
ceramic or glass beads. When the substrate is carbon, a low activity activated carbon can be employed since 
this is more easily coated with a smooth and therefore reflective and attractive coating. The platinum coating 
35 may be an encapsulating coating but will preferably be superimposed upon another coating as, for example, 
of copper, silver, tin, gold or other suitable metal which encapsulates the substrate. The platinum coating may 
preferably be achieved electrochemically, but physical treatment by sputtering is possible. Production of pla- 
tinum coatings chemically from its salts is also possible. Electrochemical deposition will usually require the 
presence of an intermediate gold and/or silver layer on a base of copper, for ease of production. 
40 Either of these processes will affect the activity of the material of the substrate because this Is a surface 

treatment and no further breaking down of the particles (other than accidentally) is envisaged. Indeed, the pres- 
ence of the metal coating whether of platinum alone or of platinum and other metals will have an effect in pre- 
venting unwanted breakdown of substrate granules. 

In any case the product obtained is one bearing upon the superficial surface only an essentially continuous 
45 layer of at least one metal and including platinum. However if more than one metal is present, the metals will 
be in discrete layers and not In intimate atomic admixture. 

The coating of the particle will preferably be continuous over the whole of its surface with at least one metal, 
but in that case due to the cost of the platinum material there would probably be a continuous coating of some 
other metal such as copper, gold or silver, and sputtering or electrochemical deposition of platinum onto its 
50 surface. 

In the filter, the platinunvbearing particles can be presented in general admixture in the conventional cel- 
lulose acetate or other fibrous filter material or can be admbced therein with conventional untreated activated 
carbon particles or other conventional particulate filter ingredients, or the platinum treated particles can be 
segregated axially or radially within the length or cross-sectional area of the filter in order to achieve particular 
55 effects upon the smoke in synergy with other elements or parts of the filter, such as zones containing ordinary 
activated carbon or magnesium silicate or paper. Furthermore, the filter materials may contain internal chan- 
nels, tu bes or the like for physically manipulating the flow of smoke through the filter and into or out of particular 
zones thereof. Of course, the chemical and physical constitution of the smoke varies as it passes through such 
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a filter having received different treatment in different parts thereof. 

Some particular embodiments of the invention are seen in the accompanying drawings, wherein Figures 
1 to 13 are perspective and partly cutaway views of respective embodiments and Figure 14 is a perspe^ive 
view of a cigarette. Single or double wrappers of the filters are not shown in Figures 1-9. The mouth end of 

5 each filter is to the left in Figures 1 to 13. 

In Figure 1 a filter 1 has longitudinally successive zones of cellulose acetate 2, black acetate (cellulose 
acetate incorporating carbon black) 3. paper 4 and a zone 5 of cellulose acetate tow with activated carbon par- 
ticles admixed therein. Such a zone 5 is sometimes known as a "dalmatian**. These activated carbon particles 
are granules of average size 0.25 to 0.45 mm. or rods of average length 3 mm and radius 0.8 mm, coated with 

10 platinum by a sputtering or electrochemical process to wholly or partially cover their surfaces and so as to de- 
crease their surface/weight ratio. The process may also be used to produce plated tow activity carbon (e.g. 
carbon tetrachlonde number 35-45) in addition to higher activity grades. Granular sizes may range from less 
than 0.5 mm to over 3 mm. 

The amount of platinum may be in the range of approximately less than 0.02% to greater than about 2%, 

15 preferably 1 to 1.5%, most preferably about 1.1% by weight of the coated substrate. 

In Flgure2afilter 10has longitudinallysuccessivezonesof different media. Zones 11, 13, 15 are of paper 
or cellulose acetate. Zones 12. 14 are of activated cart)on particles. In one or more of zones 12 and 14 the 
carbon particles may be replaced by or admixed with Sepiollte (TM) particles. The carbon particles are elec- 
trochemically coated first with a base layer of metal, here copper, to a thickness of less than 10 ^m, suitably 

20 0.3 ^m, which effectively completely closes the surface of the particles. Successive layers of silver and gold 
are then deposited electrochemicalty. if desired. Platinum metal is then electrochemicalty coated on the outer 
layer, to a thickness of less than 1 0 ^m, suitably 0.3 ^m. although platinum thicknesses of approximately 0.003 
^m or less may be produced. Alternatively, this filter may only have three zones (for example 11,12 and 1 3). 
in Figure 3 a filter 20 has four zones 21, 22, 23 and 24. Zone 21 is cellulose acetate. Zones 22 and 23 

25 have special core portions of respectively different diameters and which include platinum-coated carbon par- 
tides as in zone 5 of Figure 1 . Zone 24 is of carbon- bearing paper or black cellulose acetate containing carbon 
particles. 

In Figure 4 a filter 30 has a zone 31 with an annular inclusion of carbon particles with diameter range 0.05 
to 0.3 mm, coated with metals, including platinum to a level of less than 2% by weight, suitably a range of ap- 
30 proximately 0.02% to 1.1%. In yet other embodiments the annular inclusion may comprise metallised carbon 
particles of a size range approximately less than 0.5 mm to 3 mm or greater according to the usage envisaged 
e.g. in a "dalmation" sizes of 0.05-0.45 mm or in a triple cavity, sizes of 0.5-1.5 mm. 

The adjacent zone has a high-density cellulose acetate core 32 surrounded by cellulose acetate of lower 
density 33. 

55 Figures 5 and 7 show how filters 40 and 50 may have platinum-coated granular inclusions similar to that 

of zone 31, Figure 4, but in a spiral conformation 41 or as adjacent rings 51, in cellulose acetate filters. 

In Figure 6 a filter 60 has a zone with a low density core 61 and a high density outer layer 62. Activated 
carbon particles electrochemical ly or sputter-coated with platinum to less than 2% by weight, suitably in the 
range of approximately 0.02% to 1.1%. are admixed into black acetate zone 63. 

40 Figure 8 shows a filter 70 in which the metallised carbon particles previously described in Figure 4 (which 

may be in admixture with carbon) are glued to a thread 71 that is longitudinally located within a cellulose acetate 
or paper filter 72. The thread may be concentrically or eccentrically located. This material may be included as 
a segment within other multi-zoned filter embodiments e.g. Figure 9 which illustrates such a filter 80 incor- 
porating this type of segment 81 and a mouthpiece of cellulose acetate or paper 82. 

45 In Figure 1 0. a filter 90 has an outer zone of plug wrap in which the metallised carbon particles 91 previously 

described in Figure 4 (which may be mixed with carbon) are glued to the surface of the plug wrap 92 prior to 
fonming the filter. This surface becomes the inner surface In contact with the filter material after forming. The 
granular metallised carbon or mixture may form a continuous linear conformation longitudinally along the filter 
(Figure 10) or. as in filter 100 (Figure 11) be glued to the plug wrap 92 intermittently to form patches 101. 

50 Figures 12 and 13 show how filters 110 and 120 may incorporate segments of glued granular nnaterials 

described in Figures 10 and 11 with other multi-zoned filter embodiments. For example, filters 110 and 120 
incorporate a cellulose acetate or paper mouthpiece 82 attached to such segments 102 and 1 03 by outer plug 
wrap 104. 

In Figure 14 a cigarette 121 has a tobacco rod 122 joined by tipping paper 123 to a filter 124, which is any 
55 embodiment of the present invention. 

Aparticularly suitable metal coating, applicable to any of the previously described embodiments, compris- 
es sequential layers of copper, silver, gold and platinum. Suitable thicknesses are 0.3 fim, 25.5 ^m, 0.8 p,m, 
and 0.3 jim. respectively, giving percent by weight of 0.5, 51.0, 3.1, and 1.1, respectively, in other configure- 
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tions. the thicknesses of sequential copper, silver, gold and platinum may range approximately 4-6 ^m, 0.25- 
25.5 |im, 0.1-2.0 |am and 0.001-0.3 \im respectively, giving a percent by weight range of 50-70%, 3.4-51%, 
0.6-14.3% and 0.003-1.1% approximately, respectively. Also, platinum may be deposited directly on the silver 
layer, thus omitting the gold stage, if desired. 
5 Chemical analysis of the mainstream smoke showed that little or no reductbn in vapour phase components 

took place after filtering through low activity activated carbon of a size between 15 and 70 mesh. 

However, the Tables attached show how what could be expected to be an almost completely inactive filter 
ingredient, at least at the temperatures within a cigarette filter, in fact has a most surprising and selective ac- 
tivity. 

10 Smoke from the tobacco rod contains four main bands of components: permanent gases, volatiles (i.e. 

vaporized liquids), semi-volatiles and non-voiatiles, the latter two being regarded together as particulates. Cat- 
alytic activity in the prior art has been allegedly observed in relation to permanent gases such as carbon mon- 
oxide and oxides of nitrogen. 

The present results show that the platinum-bearing particles of the present filters at the temperature at 
15 which they are used, i.e. room temperature or slightly above, have no observable effect on permanent gases 
but an extremely marked effect in reducing the quantity of volatiles passing through the filter. No effect was 
observed on nicotine, a semi-volatile smoke component 

In each experiment the base was a commercial filtered cigarette including activated carbon. A cavity was 
formed In the filter and the test materials inserted. In the experimental results, the increase in volatiles noted 
20 when controls A and B were tested was because these replaced some of the high activity carbon with uncoated 
low-activity carbon. The reduction in volatiles achieved in result C, the filter embodying the invention, is re- 
markable. 

Results were as follows: 

25 

Table 1 



SAMPLE 
CIGARETTE 


CAVITY MATERIALS 


AVERAGE 
CHANGE A% 
(1) 


A 


Partiial replacement by low 
actiivity carbon only 


+ 10.3 


B 


Partial replacement by low 
activity carbon only, but 
approximately 2 x the 
weight of carbon in the 
filter cavity of SAMPLE A. 


+ 1,5 


C 


Partial replacement by low 
activity carbon plus 
platinised carbon additive 
(2) (approximately by 
weight) 3 5% 


- 23,1 



50 



55 



4 



i 

EP 0 658 320 A2 



Table 1 Notes 

(1) Average yield change of 28 mainstream volatiles 

5 

(2) Platinised carbon rods of average length 3 mm 
and radius 0.8 mm coated with platinum to a 
thickness of approximately 0.3 |im; 1.1% 
platinum by weight. 

Table 1 illustrates thatthef liters of Samples Aand B were more Inefficient than the base regarding volatiles 
15 as indicated by an average increase in the mainstream yield of volatiles of 1.5 to 10.3%. This is due to the low 
activity carbon incorporated in the filter cavity resulting in a less efficient volatiles filtering than the base. Even 
when the weight of carbon in the cavity is doubled (Sample B), the average volatiles yield is still Increased by 
1 .5% compared with the base. 

The experiments demonstrate that the effect of low activity carbon on the removal of mainstream volatiles 
20 components is minimal. 

However. Sample C which contains the platinised carbon additive in addition to low activity carbon In the 
cavity shows a significant increase in filter efficiency for mainstream volatiles as demonstrated by the 23.1 % 
decrease in the average yield of these substances compared with the base. 

The mainstream volatiles were sampled over 28 ingredients, the principal ones of which and their percen- 
25 tage changes are seen as follows: 



Table 2 
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A % change compared to base 


Cigarette 


ingredient 


Acetaldehyde 


Acetone 


Methyl-Ethylketone 


A 


+ 2 


+ 12 


+ 15 


B 


-4 


+ 2 


+ 6 


C 


- 16 


-21 


-20 



The effects on permanent gases and nicotine (a semivotatile) can be seen from Table 3 to be zero or neg- 
ligible. 



Table 3 
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A % change compared to base 


Mainstream Smolce 


SAMPLE 


A % NFDPM 


A % Nicotine 


A% CO 


A % NO 


A 


-4.6 


0.0 


+ 8.8 


+ 7.8 


8 


- 4.6 


0.0 


+ 11.3 


+ 6.9 


C 


+ 3.1 


0.0 


+ 8.8 


+ 6.9 




Particulates 


A semi-volatile 


Permanent gases 
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Claims 

1 . A filter for a smoking article comprising particles which comprise a substrate bearing on Its outer surface 
coated platinum. 

2- A filter according to daim 1 wherein the substrate is encapsulated in a coating layer 

3. A filter according to daim 2 wherein the encapsulating layer is of coated platinum. 

4. A filter according to daim 2 wherein the encapsulating layer is of a metal other than platinum, and the 
platinum is coated on a surface of the encapsulating layer, 

5- A filter according to any one of the preceding claims wherein the partides have a smooth and reflective 
appearance. 

15 6. A filter according to any one of the preceding claims wherein the substrate is carbon. 

7. A filter according to daim 6 wherein the carbon is a low activity activated carbon. 

8. A cigarette incorporating a filter according to any one of the preceding claims. 

9. The use of partides bearing on their surface coated platinum in a filter for a smoking artide to reduce 
selectively volatlles In mainstream smoke by said article. 

1 0. A method of selectively reducing volatiles in mainstream smoke of a smoking artide comprising passing 
said smoke through a filter as claimed in any one of claims 1 to 7. 

25 
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